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'ROCESSES             Make a thin mixture of investment. Pour the

'nvesting               investment into the flask a little at a time and

he ^               vibrate until the investment is even with the

^attern                   top of the flask.

Run the spatula across the top of the flask to

remove any excess investment.

Let the investment stand until it sets.

lemovmg              Heat the base of the sprue former slightly with

he                        a loose flame.

Hash                      Tap the base of the sprue former lightly.

rom the               Twist the sprue former from the flask.   If the

prue                     sprue pin is held in the investment, heat the

'ormer                  pin and remove from the investment with the
pliers.

\emoving              Clean the investment from the inside rim of

'xcess                    the flask where it has rested on the sprue

westment            former.

hying                  Let the invested flask dry overnight or for

?e Invested           several hours in an oven with slow heat.
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THE METAL TO BE CAST

Pidde the metal.

Place a dampened asbestos pad in the bottom

of the crucible.

Place the metal to be cast in the crucible.

Place the crucible on the crucible carrier, the
lip end through the hole in the arm.